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(57) Abstract: A liquid crystal device comprises a layer (2) of a nematic liquid crystal material contained between two cell walls (3, 
4) each carrying electrode structures (6, 7) and an alignment surface (20, 21). The alignment layer (20, 21) on one or both cell wall 
(4) is formed of a plurality of small «1 5p.m) surface features each separably capable of providing a bistable pretilts and an alignment 
direction and collectively causing larger variations of molecular orientation across the layer (2). The device may be switched between 
a light transmissive state and a light n on -trans missive state. The small surface features may be areas of grating (21), protrusions (25), 
or blind holes (26), separated bv mono stable flat surfaces (Fm) coated with a homeotropic alignment layer. Preferably, the grating 
etc provides bistable switching operation between a low surface tilt and high surface tilt, and the low tilt alignment direction vanes 
between adjacent grating areas. 
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BISTABLE NEMATIC LIQUID CRYSTAL DEVICE 

This invents relates to liquid crystal devices, in particular modulat.on dev,ces 
operate w,th either a sing.e polanser or with no polanser in wn,ch — occurs 
5 by virtue of diffraction, scattering or absorption of incident l,ght. 

DESCRIPTION OF THE PRIOR ART 

Liquid crystal devices typically comprise a thin layer of liquid crystal materia. 

10 contamed between cell waits, at least one of wh,ch is optically transparent These 

11 are typically coated on the internal surface w,th transparent conducting layers to 
enable external e.ectric fields to be applied. The electrodes are often forme as a 
lit of strips forming, row or ,ine electrodes on one wall and columns on the other 
wall The intersections of rows and columns give a xy matrix of addressable 

1 5 elements or pixeis. Other arrangements are possible, including segmented or r9 
displays. 

Some liquid crystal devices also Mud. areas o« semiconductor alongside the 
etectrodes designed to torm non,near elements such as thin film ,rans,stc ^FT... 
20 Other layers may be included on me inside o. .he device, including colour l,..e-s. 
plana.isa.ion and barrier layers, and absorptive or reflective layers. 

The innermost surface o, each Pixel usually inCudes an alignment layer .ha, gives the 
required orientation o, .he liquid crystal director. Typically this alignment ,s ayer o, 

25 polymer e.g. polyimide buffed with a Co.h to impart the desired direction ,o« 
Lace. This gives both , p,e,er,ed alignment and a surtace <„< to ,,qu,d rysta 
molecules. Without butting the polymer layer usua»y gives a plana, o— 
which the iiquid costal motecule, represented by a unit vector called * . 
are Parallel ,o the ,oca, surtace o, the pdyme. Grating surtaces 

30 photo resist are also used tor alignment and surface e.g. GB " 

2 290 625 WO-98/59275. WO-97,39382. US 5.808.7,7. US 4.247,,74. The photo- 

"s s malia, typicaity ieads to a plana, alignment o, the directo,, - - ™ 
, ♦ «, crfarP caused by the grooves of the gratmg surface that leads 
distortion close to the surface causea uy y 
to a preferred alignment direction and pretilt. 
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A different type of alignment is often achieved using low surface energies, provided 
by, for example, surfactants. In such cases the director is locally normal to the 
surface, and is said to be homeotropic. In all cases, molecules of the liquid crystal 
5 material adjacent to the substrate surface transmit the preferred alignment direction 
to the bulk of the sample through the elastic forces of the liquid crystal. 

The application of an electric field across a liquid crystal device may have any of a 
number of effects. Many devices rely on the inherent dielectric anisotropy of the liquid 

1 0 crystal (Ae = e]| - e_L, where || and _l_ refer to directions parallel and perpendicular to 
the director). If Ae is positive then the electro-static energy of the liquid crystal is 
minimum when the director is parallel to the applied field, whereas if Ae is negative 
the director tends to lie perpendicular to the applied field. These effects are related to 
the RMS value of the field and as such are independent of the field polarity. Most 

1 5 materials are either positive or negative throughout the frequency range of operation 
of the device, although certain materials have been designed which exhibit "two- 
frequency" behaviour, where Ae is positive at low frequencies and negative at higher 
frequencies, within the electrical frequency range of operation. Recently, some 
devices have been described which use the flexo-electric effect that occurs in many 

20 liquid crystals (R.B. Meyer, 1969, Phys Rev Lett. V22, p918). This effect is caused by 
polar ordering of the liquid crystal molecules induced by certain elastic distortions of 
the liquid crystal director field. The strength of such effects is related to the DC field 
and as such is dependent on the polarity of the applied electric field. 

25 In the conventional twisted nematic device, the electro-optic modulation is due to the 
effect of Ae Application of a suitable voltage causes a rotation of the liquid crystal 
molecules from a twisted state approximately parallel to the layer thickness (which 
rotates the plane of plane polarised light) to a non-rotating state approximately 
perpendicular to the layer (the switched state). These twisted and non-twisted states 

30 may be discriminated by viewing the cell when between polarisers, which may be 
orthogonally arranged or at some other suitable arrangement depending on the 
design of the liquid crystal cell. 
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Alternatively, the optical contrast may be achieved by modulating the degree of 
scattering of the incident light. A number of devices use this type of effect including: 
dynamic scattering nematics (Heilmeier et al 1968, Appl. Phys Lett v13 P 46); 
dynamic scattering smectics (e.g. Crossland et al 1979, US 4 139 273); 

5 thermally and electrically addressed scattering smectic A devices (e.g.. Coates. IN 
Bahadur, "Liquid Crystals: Applications and Uses, Volume 1, World Scientific, 1990, 
p275) micro-encapsulated and polymer dispersed liquid crystals (e.g.. Fergason et al 
1984, US 4 435 047, SEIKO EP-0,749,030-A1 , Doane et al Appl. Phys. Lett., 1986 
v48 p269 and Coates et al US 5 604 612); liquid crystal dispersions (Hilsum, 1976 UK 

10 1 442 360); Electric field inducement of diffraction grating of the refractive index in a 
nematic liquid crystal (Huignard et al 1987, US 4 630 091 , Canon US-4,878,742); 
Ferroelectric Liquid Crystals with Patterned Electrodes (O'Callaghan and Handschy. 
1990 US 5 182 665). 

1 5 Other liquid crystal devices operate on the principle of optical absorption anisotropy 
to discriminate between the different states. The performance of this type of device is 
usually greatly enhanced through the addition of pieochroic dyes to the liquid crystal 
material. An example of this type of device is the Guest Host mode cholesterics 
(Taylor and White 1974, US 3 833 287). 

20 

Recently, novel grating surfaces have been described in which there is more than 
one stable direction of the nematic director. A bigrating structure, which induces 
bistable surface states with different azimuthal orientations (i.e. different orientations 
of the average direction of the liquid crystal molecules or director within the plane of 
25 the cell), is described in patent GB 2,286,467-A, USP-5,796,459. The local director is 
planar to the surface and the two surface orientations are stabilised by precise control 
of the grating pitches, amplitudes and degrees of blaze. 
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A novel surface was described r. British patent application number 9521 106.6, WO- 
97/14990, GB-2,31 8,422, wnere.n a mono-grating surface with a homeotropic local 
director orientation leads to two stable states with different tilt angles but within the 
5 same plane. This surface is used to form a Zenithal Bistable Device or ZBD. This 
device has significantly improved switching characteristics over the azimuthal bistable 
device of GB 2,286, 467-A because the torque exerted by an electric field applied 
normal to the substrates acts in the same plane as the director in the two stable 
states. With zenithal bistable surfaces, there is at least one state, which contains 

1 0 defects or disclinations of the director field, and one state, which does not have these 
defects, and the later state is said to be continuous. For example, in GB 2 318 422 a 
zenithal bistable surface is described in which there is a defect state that leads to a 
low pre-tilt of the nematic director at some distance (usually comparable to the 
grating pitch) away from the grating surface, and the continuous state leads to a high 

1 5 pre-tilt. Note; throughout the pre-tilt is used to mean the angle made by the director 
from the cell plane. 

Common problems to many conventional liquid crystal display devices includes 
narrow angle of view, lack of contrast, and reflectivity, poor switching performance. 
20 inefficiency of power usage, and difficulty of manufacture in large areas. 

Furthermore, liquid crystal devices are often used to control light in other applications, 
including privacy windows. Often, a problem with such applications is the requirement 
for continual application of power. 
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SUMMARY OF THE INVENTION 

According to the present .nvention, the above proofs are reduced by a ^ 
cl ce - that may be switched between two bistabie states, one a h,,y *ht 

^Tp^ - surface teat.es are proved by a .ating structure or 
suitably arranged surface relief structures. 

According .0 .bis invent a liguid cr,s,a, device comprising a laye, of . , nematic 
* Z c^sra, materia, contained between two - waiis eacn carn.no eiectrcde 
structures and an alignment surface, 

CHARACTERISED BY 

eacb baving a profiled surface and a bomeotropic surface ,0 pro.de botb bistable 
P S alignments and alignment di,e*n to iiouid crysta, molecu es 
Z< « -=—, *> being formed by » spacing and/or the surface 

alignment directions of the small alignment areas; 
" hereby tbe de.oe may be switoned between a ligb, -ransmissive state and a ligb, 
non-transmissive state. 
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According to this another aspect of the invention a liquid crystal device comprises a 
layer of a nematic liquid crystal material contained between two cell wails each 
carrying electrode structures and an alignment surface 



5 CHARACTERISED BY 

an alignment layer on at least one cell wall, the alignment layer being formed of a 
plurality of small surface features each separably capable of causing small localised 
variations of molecular orientation and collectively causing larger variations of 
1 0 molecular orientation across the layer whereby the local surface alignment of the 
liquid crystal molecules at said small surface features is homeotropic 
whereby the device may be switched between a light transmissive or reflective state 
and a light non transmissive or reflective state. 

1 5 The small alignment areas (surface features) e.g. <1 5|am size, may be formed by a 
plurality of grating areas, protrusions, or blind holes, and may be separated by areas 
of a monostable alignment, usually homeotropic alignment. Preferably, the alignment 
in the grating etc areas provides bistable switchable states to the liquid crystal 
material in which the bistable states have different values of pre-tilt. The alignment 

20 characteristics may vary between adjacent areas. The grating etc areas may be 

uniform or non-uniform in size, shape, and alignment directions. When grating areas 
are of uniform size, as in display applications, the variation of alignment directions 
may be the same for each or several areas so that a uniform overall display is 
produced. Within each area there may be a graded variation so that the amount of 

25 scattering is dependent on amplitude of applied voltage, thus giving a greyscale 
effect. 



The liquid crystal material may be nematic, long pitch cholesteric, (or chiral nematic), 
or smectic. 
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Th e presen, invents uses alignment gratings simiia, .0 those described ,„ P- 
US 5 796 459 and GB 2 318 422 on one o, both internal spaces together With 
dd ti n a, , uirem ,n,s such as the a,,gnme„. direction resulting from that gratir, in 
5 he o one o the. low energy states ,s funher moduiated in one or ™* ™ « 
ne surface plane ,0, the sudace o, GB 2 318 422. and the bigrating surface of US 5 
' e L must - locally h„meo,rop,c and the bi-g,a,ing stn.cture a^togiv 
two states with dif.e,ent pre.ilts. The zenithal type of bistabrMy of GB 2 ,18 422 n 
"two bistable sta.es have different prefilts is preferabie ,0 azimuth* bist^e 
,„ I, us 5 7* «G because ,, ailows the best electrcoptica, performance and , ,s th,s 
type that is used in the various embodiments described later. 

Simple dev,ces may be constructed in wh,cn Ihere is monostable alignment and the 
lec 0 ptic modulation results trom the reduction o, the refraCve index var,a„on as 
, 5 Te Hduid c^sta, director re-or,en,s ,n response to the appiied electnc „e,d. 

However signilicantly improved operation is possible by ensuring that the surface 
"Z zela, bistab* ,n some areas 0, the ce„. ,n such devtces. one o t^two 
Tea is a highly directive, scattering or absorbent and the other state ,s a ,ess 
2 „ Tactive. scaling or absorbent state. The two states may be seieced usrng 
electrica, pulses of appropriate voltage, polanty. duration and shape. 

A number 0. proper** may be varied to maximise the degree of scattering .0 give 
bdghJss (and contrast, in a seeing device. This is particulady true or 
25 reflective mode devices that utilise back scattered light to grve me bngh, s.a«. Firstly, 
b k Lnng is maximised where the retractive index modulation occurs over 
ength scales shorter than the incden, wavetength ftyoicatiy «5>. Fabhcation o, such 
minute features ,n a zenitha.ly bistabie grating ,0 induce a high degree o back 

. ;rr=::==rr::=r- 

,na, the extent ,„ which the defect core ™^ ^nts o, the liguid crystal, 
to the anchoring energy of the surface, and the eiasuc 
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These properties also influence the near-surface director profile of the continuous 
state (and hence the degree of scattering in the lesser scattering state and the 
contrast ratio) and the electrical switching characteristics. However, it has been found 
5 that the defect structure itself plays a secondary role in the degree of scattering and 
the grating structure itself is a decisive factor for controlling the degree of optical 
scatter. This is because the refractive index variations associated with defects etc are 
localised to very close to the grating surface, and the elastic distortion quickly decays 
to a uniform director profile within the first micron or so away from the surface. 
10 Varying the alignment itself from one part of the surface to the next ensures much 
greater degrees of scattering, and this is done through the secondary modulations of 
the grating profile. 

Other important factors for maximising both forward and back scattering include the 
15 birefringence An and the thickness of the liquid crystal layer i.e. the cell gap, d. The 
birefringence should be as high as possible, but due to material limitations (such as 
having appropriate phase transition temperatures, chemical stability and low viscosity 
etc) An is typically between 0.18 and 0.25 at optical wavelengths. Similarly, the cell 
gap is limited by other considerations including switching voltage and contrast ratio. It 
20 was found that good brightness and contrast were obtained for typical cell gaps in the 
approximate range 10^m < d< SO^im for use in the optical domain. 

However, for devices which rely on the flexo-electric effect to latch between the 
bistable states the use of such high cell spacing compromised the device 

25 performance, making the electric field threshold higher. For this reason, eel! gaps of 
between 3|am < d< 6}im were also used. Alternatively, a two-frequency effect to 
discriminate between the states could be used to switch cells with higher spacings, 
since dielectric switching is a RMS voltage effect and independent of d. The surface 
pre-tilt that the grating imparts on the liquid crystal director at some distance into the 

30 cell depends on the degree of asymmetry of the grating shape. 



WO 01/40853 



PCT/GB00/04447 



===== 

5 retractive index .-or, one scattering centre .0 the next (,.e. almo 

proved contrast is atso p»~ « ***** ^Z"^^ 

• , the devices of the present invention may operate using the pnnciple of 
Alternatively, the devices ot me p nrnnriate d ve is mixed into the 

absorption anisotropy. 

20 of thP oresent invention is the design of 

, h e grating surface, and ,n partKU, ^ ^ ^ 

dffleren , ^ » is M « grating s.rtace is nutated 

plane of the substrate. 
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In one embodiment of the present invention, a homeotropic mono grating structure 
such as that used in GB 2 31 8 422 consists of a single groove direction, but with two 
or more modulation amplitudes of different pitch (or pitches). The first modulation is a 
5 grating structure leading to the desired bistable states of differing pretilt of the liquid 
crystal director, whereas the second modulation, of higher pitch than the first 
modulation, causes areas to have either different values of pre-tilt or to give a single, 
mono-stable orientation of the liquid crystal director. In this fashion, the cell may be 
latched into two or more stable states in which there is a modulation of the cell 
1 o retardation or absorption in the direction of the surface modulations. 

In the preferred embodiments of the invention, the grating is modulated in this 
manner in two (or more) directions in the surface plane. These secondary 
modulations may have a pitch that is anything from equal to that of the first 

15 modulation used to align the liquid crystal molecules, to many times this distance. For 
example, the modulation used to obtain the bistable alignment may have periodicity 
L1 , and the secondary modulation may have periodicity L2 = 10L1 , for device 
operating at optical wavelengths. It may be preferable to use L2 > 10L1 for longer 
wavelengths (e.g. IR.)- Hence, the surface is arranged to provide alignment of the 

20 nematic liquid crystal molecules, which varies in direction across the surface on 

length scales of similar order of magnitude of the wavelength of the incident light to 
be modulated (that is from between X/10 to 10X). These wavelengths may be near 
UV to IR wavelengths (e.g. from 200nm to 12y.m). 

25 Cell walls are typically of a glass material, but may be of a rigid or flexible plastics 
material. For large devices, spacers may be incorporated into the liquid crystal 
material, or the gratings may include integral spacers. Gratings may be 
supplemented by internal metal or other reflectors, colour filters, polymer wall or dot 
spacers, absorbers, collimators diffusers sheets etc. 



30 
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BRIEF DESCRIPTION OF DRAWINGS. 

The invention will now be described, by way of example only with reference to the 
5 accompanying drawings of which: 

Figure 1 is a plan v,ew of a matnx multiplex addressed liquid crystal display; 
Figure 2 is the cross section of the display of Figure 1 ; 

10 Figures 3a,b show use of a masK and typica. direction of iilumination onto photo res.st 
used in forming a grating structure; 

Figure 4 shows a cross section of an asymmetric grating surface suitable for 
1 5 providing zenithal bistable alignment; 

Figures 5a, b. c show p,a„ and two side eleven views o. one oe» wal, in an 
elodimen, d the .nvention. this ce» can modulate po.ar.sed light in a s.ngle 

direction; 

20 Figures 6a, D show schematically the two electrically switched molecular 
arrangements for a cell having the alignments of Figure 5; 

Figures 7a. b, c show in schematic form plan and two side elevations of gratings on a 

25 cell wall: 

Figure , snows a dimensional plo, 0. a grating profile .or modulating „gh, po,arised 
in two orthogonal directions as used in Figure 7; 

30 Figures 9a. b. o are s,m,lar to Figure 8 but .nclude a sguare area with tla, surface 

between grating areas; 

each grating area; 
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Figures 11a, b, c are similar to Figures 10 but have a reversal of asymmetry between 
neighbouring grating areas; 

5 Figure 12 shows a 2-dimensionai plot of another embodiment of grating formed by a 
bigrating; 

Figure 13 shows one ceil wall having regularly shaped grating areas in which the 
grating alignment direction and profile varies in different areas; 

10 

Figure 14 shows one cell wall having irregularly shaped grating areas in which the 
grating alignment direction and profile varies in different areas; 

Figure 1 5 shows one cell wall having irregularly shaped grating areas in which the 
1 5 grating is a bi-gratmg, with an alignment direction and bigrating profile which varies in 
different areas; 

Figure 16 shows one cell wall having differently shaped grating areas in which the 
grating alignment direction varies within each grating area; 

20 

Figure 17 shows a grating area formed by a plurality of protrusions whose width, 
height and spacing dimensions can provide bistable alignment; 

Figure 18 shows schematically a side elevation of a cell wall having the alignment of 
25 Figure 17 in two switched states; 

Figure 19 shows a grating area formed by a plurality of blind holes whose width, 
height and spacing dimensions can provide bistable alignment; 

30 Figure 20 shows a side elevation of a cell wail having the alignment of Figure 1 9 in 
two switched states; 

Figure 21 shows a metal mask for producing the grating of Figures 7 and 8; 
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Figures 22, 23, 24 are photomicrographs of a bistable cell made using the mask of 
Figure 21 and switched into its two states, showing latching; 

Figures 25, 26, 27 are the result.ng diffraction patterns for the cell resulting from the 
5 device of Figures 22, 23 and 24. 

Figure 28 is a graphical output of a two dimensional slice from a 3-d,mens,onal 
numerical simulation of the director profile in the continuous state surrounding a 
single cylindrical protrusion with the same height and diameter; 



10 



15 



Figures 29a,b are photomicrograhs of the texture of a cell between crossed 
polarisers magnified 40 times, wherein one internal surface has the homeotropic 
bigrating of Figure 12, the cell is shown in two states: a) the defect state and b) the 
continuous state; 

Figure 30 is a plot of the transmission versus time for the cell of Figure 29 when 
driven by 30V, 2ms bipolar pulses, alternating in polarity with a duty cycle of 1 000:1 ; 

Figure 31 shows the optical transmission for cell of Figure 29 as a function of cell 
20 orientation when viewed between crossed polarisers using a x10 objective lens; 

Figure 32 shows the contrast ratio as a function of cell orientation for the cell of 
Figure 29 when viewed between crossed polarisers using a x10 objective lens; 

25 Figure 33 is the response time versus pulse amplitude to achieve latching between 
both states for the cells of Figures 29 and 35; 

Figure 34 is a photograph of laser light incident on screen after passing through the 
shal.ow bigrating cell of Figure 29 after latching into a) the defect (scattering) state; 

30 and b) the continuous (non-scattering) state; 
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Figure 35 are photomicrographs of a second ceil, similar to that used for Figure 29 
but in which the bigrating is made deeper, showing the two states: a) the defect state 
and b) the continuous state; 

5 Figure 36 shows the optica: response of the ceil of Figure 35 to bi-polar pulses 
alternating in polarity (pulse peak amplitude is 40V and duration 500>s); 

Figure 37 shows an expanded view of Figure 36, showing the slow transition from 
continuous (less scattering, diffracting or absorbing) state to defect (more scattering, 
10 diffracting or absorbing) state with a transition time of 80ms; 

Figure 38 shows an expanded view of Figure 36, showing the fast defect to 
continuous state with a transition time of 4ms; 

15 Figure 39 is a photograph of laser light incident on screen after passing through the 
deep bi-grating eel! of Figure 35 which has previously been latched into a) the defect 
(scattering) state and b) the continuous (non-scattering) state. 

Figure 40 is a schematic of another embodiment of the present invention, in which 
20 both internal surfaces of the liquid crystal device have been prepared to form zenithal 
bistable areas of different orientation, together with areas of monostabie homeotropic 
alignment; 



Figures 41 . 42, 43 are cross sectional views of further forms of the invention. 
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The dispfay in Figures 1 , 2 comprises a liquid crystal cell 1 formed by a layer 2 of 
nemattc or long pitch cholesteric liquid crystal material contained between glass walls 
3, 4. A spacer ring 5 maintains the walls typically 1 to 50 urn apart. For some 
5 embodiments a layer thickness of 1 -6u.m is used; for others 1 0 to SOjam spacing is 
used. Additionally numerous beads of the same dimensions may be dispersed within 
the liquid crystal to maintain an accurate wall spacing. Strip like row electrodes 6 e.g. 
of SnC>2 or ITO (indium tin oxide) are formed on one wall 3 and similar column 
electrodes 7 are formed on the other wall 4. With m-row and n-column electrodes this 
1 0 forms an mxn matrix of addressable elements or pixels. Each pixel isTformed by the 
overlap of a row and column electrode. 

A row driver 8 supplies voltage to each row electrode 6. Similarly a column driver 9 
supplies voltages to each column electrode 7. Control of applied voltages is from a 
15 control logic 10, which receives power from a voltage source 1 1 and timing from a 
clock 12. 

On one or both sides of the cell 1 is a polariser 13, 13*. Additionally an optical 
compensation layer 17 of e.g. stretched polymer may be added adjacent to the liquid 
20 crystal layer 2 between cell wall and polariser. A partly reflecting mirror or absorbent 
layer 16 may be arranged behind the cell 1 together with a light source 15. These 
allow the display to be seen in reflection and lit from behind in dull ambient lighting. 
For a transmission device, the mirror or absorber 1 6 may be omitted. Other 
embodiments may use two polarisers 13, and 13' as described later. 

25 

Prior to assembly, at least one of the cell walls 3, 4 is treated with alignment features 
such as surface relief gratings to provide a required alignment i.e. a mono or a 
bistable alignment with or without pretiit. The other surface may be treated with either 
a planar (i.e. zero or a few degrees of pretiit with an alignment direction) or 
30 homeotropic monostable surface, or a degenerate planar surface (i.e. a zero or few 
degrees of pretiit with no preferred alignment direction in the plane of the cell). 
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Such an arrangement allows each pixel to be addressed separately into both of two 
visually different states. Collectively the different states at each pixel provide a 
required display of information. Waveforms for the addressing of each pixel may be 
5 conventional. For example with a bistable grating, the waveforms may be as 
described in WO/005271 -A1 ; GB patent application 99/04704.5 filed 03.03.99. 

The construction of ceil shown in Figure 2 may be changed to provide a shutter, 
providing for example a large privacy screen, in this case sheet electrodes replace 
10 the strip electrodes, and the whole ceil is switched between its two states, e.g. 
transparent and opaque or diffusive. 

Alignment gratings may be produced as shown in Figure 3a, b. A piece of indium tin 
oxide (ITO) coated glass to form the cell walls 3, 4 was cleaned with acetone and 

15 isopropanoi and was then spin coated with photoresist 20 (Shipley 1805) at 3000 ram 
for 30 seconds giving a coating thickness of 0.55u.m. Softbaking was then carried out 
at 90°C for 30 minutes. The exposure was carried out at non-normal incidence; in this 
case an angle of 60° was used. Coated cell walls 3, 4 were exposed to light from a 
mercury lamp (Osram Hg/100) with an intensity of 0.8mW/cm 2 for a period of about 

20 40 to 1 80 seconds. Mask 1 9 orientation was such that the groove direction was 
substantially perpendicular to the to plane of incidence as shown in Figure 3. 

Exposure in this geometry leads to an asymmetric intensity distribution and therefore 
an asymmetric grating profile as shown in Figure 4. Where the light is incident 

25 normal to the mask, the grating profile is symmetric (not illustrated). The mask 19 
was then removed and the grating developed in Shipley MF319 for 10 seconds 
followed by a rinse in de-ionised water. The photoresist 20 was then hardened by 
exposure to deep UV radiation (254nm) followed by baking at 160° for 45 minutes 
using an etchant that removes areas depending on the degree of illumination 

30 received. The final shape of the photoresist surface is a grating 21 as shown for 
example in Figure 4. As described later, the entire photoresist layer 20 may be 
formed into one or more grating areas, or only part formed into gratings 21 and the 
remainder left as flat surfaces 22. 
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The surface 21 , 22 was then overcoated with a low energy surfactant or polymer 
such as lecithin, so that the liquid crystal molecules tend to lie normal to the surface 
locally, i.e. homeotropic boundary condition. The shape (and therefore some of the 
propert.es) of the surface depends on several factors, including the depth of the 
5 grating (related to the duration of exposure), its pitch (given by the pitch of the 

chrome mask) and the angle of .ncidence for the light (e.g. the degree of asymmetry 
or blaze). 

Other manufacturing techniques may be used to fabricate such surfaces (see for 
1 0 example MC Hutley, 1 982 "Diffraction gratings" Academic Press pp 71 -1 28) 
including scoring, embossing, printing, lithographic, laser ablation and 
interf erographic techniques. A cross-sectional SEM of a typical grating used to obtain 
zenithal bistability is shown in Figure 4. In this example, the grating pitch is about 
1 .2nm and the depth is about 0.8^m. In practice, there is some variation of these 
1 5 properties allowed whilst maintaining bistability of the surface. For example, bistability 
has been found for gratings with depths from about 0.3^m to 2.0um. 

Figures 5 and 6 show one of the simplest embodiments of the present invention. 

20 As seen in Figures 5a. b, and c a cell wall 4 carries electrodes 6 and a grating layer 
21 The grating 21 has areas of primary grating Gb each of which have a similar 
profile to Figure 3, for providing zenithal bistability. i.e. liquid crystal molecules can be 
switched between a homeotropic alignment and at or close to planar alignment. 
These primary grating are Gb are interspersed with flat areas Fm of approximately 

25 the same width as the primary areas. The gratings Gb have dimensions, for 

example. 0.3um high and 0.6am pitch L1 . The modulation of gratings Gb and flat 
surfaces Fm, has a pitch L2 which is typically between 2 and 10 times greater than 
L1. dimensions of approximately L2 - 6um are illustrated). A homeotropic coating 
such as lecithin is applied over both the primary grating areas Gb, and also the flat 

30 areas Fm. In this fashion the liquid crystal material surface alignment varies from the 
bistable grating areas Gb. which may be either vertically aligned (homeotropic) or 
aligned parallel to the average plane of the surface depending upon, for example, the 
sign of the applied dc voltage, and the monostable homeotropic areas Fm which are 
always normal to the wall 4. 
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Figures 6a and 6b show a cell 1 formed by the wall 4 of Figure 5 opposite a wail 3 
with electrodes 7 coated with a homeotropic alignment layer 22 but no grating. The 
cell 1 receives plane-polarised light through a polariser 13. In this arrangement, 
areas of the cell influenced by the bistable primary grating Gb may be in either a hicn 
5 tilt (continuous) state or iow tilt (defect) state, while at the flat areas Fm molecules are 
in a high tilt (the conventional homeotropic)_state. The primary grating areas Gb cf 
the cell 1 are switched between the two bistable states by positive and negative 
unidirectional voltage pulse of suitable length applied to the electrodes 6, 7. 

10 Figure 6a shows a non-scattering (or diffracting) or weakly scattering (or diffracting) 
state in which the bistable primary grating areas G and the interspersed monostable 
flat areas Fm are each in the vertical (homeotropic) alignment state. 

Figure 6b shows a strongly scattering (or diffracting state) where the bistable grating 
1 5 areas Gb are in the low tilt state. Over the flat areas Fm the molecules remain in a 
homeotropic aligned state. The reason for this diffraction is due to the regular phase 
grating formed by the liquid crystal. Light polarised in the plane of the Figure (as 
indicated) experiences strips of refractive index approximately equal to the ordinary 
index of the liquid crystal material (n Q ) interspersed by strips of approximately the 
20 extraordinary refractive index (n e ). Thus, the cell forms what may be termed a phase 
grating for incident light. Bragg's well-known law of diffraction gives 2(L2)sin9 = nX, 
where n is an integer. If L2 is approximately 12 the structure of Figure 6 leads to 
first order diffraction spots of red light (X=600nm) at angle 9 of ± 1 .4° and for near 
infra red (IR) wavelength of X = 4ujri at angle G of ± 9.6°. 

25 

Note, if the incident polarisation is parallel to grating grooves in this example (i.e. out 
of the paper plane in Figures 6a and 6b then there is no modulation of the refractive 
index and no diffraction. Moreover, if the polarisation is in the plane of the paper but 
the light is incident at an angle away from vertical then a reduced modulation of index 
30 is observed corresponding to weaker diffraction. 
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Figures 7a, b, c show a another embodiment of cell wall 4, in which the grating 21 is 
modulated in two orthogonal directions, as shown in the 2-dimensional plot of 
Figure 8. Figure 7 is schematic and shows small square areas each with a bistable 
5 grating profile and with groove directions that are orthogonal in adjacent areas of the 
wall surface. In the embodiment of Figure 7 there are no flat monostable alignment 
areas. This schematic representation is used elsewhere tn this specification; as in 
Figure 5 grating period within each small square is L1 and period of different 
alignment directions is L2. The grating 21 may be formed by photolithographic 
10 techniques as in Figure 3 in two stages with a 90° rotation of the masks, or using a 
single mask which is specifically designed with the desired pattern. The whole cell 
wall 4 is coated with a surfactant. 

A cell formed with a wait such as in Figure 7 is used with a wall 3 as in Figure 6. The 
1 5 cell may be switched by positive and negative dc voltage pulses, to adopt either the 
homeotropic alignment (non-scattering) of Figure 6a or a scattering state similar to 
that of Figure 6b. 

in the example of Figure 7 the diffracting state has refractive index modulations for 
20 incident light polarised both in the paper plane and normal to it. For example, if L1 is 
chosen as 0.3}am (with a grating depth of about 0.1 S^irn to give the bistable 
alignment) and 12 is 2.5u.m then there are four first order diffraction spots for red light 
with angle 7° from normal. 

25 Figures 9, 1 0, and 1 1 are variations on the wall 4 of Figure 7 and show three further 
embodiments in which there are more than two modulations in both dimensions. In 
these cases the small square of bistable alignment grating alternates direction of 
modulation, and these grating areas are interspersed with flat areas of monostable 
homeotropic alignment. This has the effect of increasing the refractive index mis- 

30 match between adjacent areas irrespective of the angle of incidence of the incident 
light. 
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Note that in Figures 9b, c the direction of pretilt on alternate grating areas is in the 
same direction; the same applies to Figure 1 0. In contrast, in Figure 1 1 the direction 
of asymmetry is reversed between neighbouring areas, thereby improving the angular 
properties of the device. This asymmetry is seen by the direction of the arrows 23 in 
5 Figures 1 1b,c when the material is in its low surface tilt switched state. 

Figure 12 shows a limiting case where L1 = L2 for gratings in orthogonal directions 
(also where L1 X = L1 y ); that is, a zenithally bistable bigrating is formed. Such 
bigratings have been used previously to give bistable surface conditions, for example 

1 0 in the US patent 5. 796, 459. In that device, the bigrating leads to bistable alignment 
directions that have components at different angles within the plane of the substrate 
(i.e. azimuthai bistability). A bigrating structure leads to two orthogonal sets of 
grooves in the surface plane that may cause liquid crystal alignment. Alignment along 
one groove or the other is insensitive to the structure of each grating shape (e.g. 

15 pitch and amplitude), although the condition for bistability is dependent on the relative 
shapes of the two superimposed gratings. In the present invention the bigrating has 
the additional constraints that the surface must be overcoated with a low energy 
treatment, or formed from a low energy material, so that the local liquid crystal 
direction at the surface tends to be along the local surface normal. Together with the 

20 second constraint that both gratings which form the bigrating have a ratio of 

amplitude over pitch (a / L1 ) in the range 0.1 < a/L1 < 2, preferably 0.25 < a/L1 < 1 , 
and from experience usually a/L1 = 0.9. These are the conditions that lead to zenithal 
bistability, as described in UK patent application 9521 106.6, patent number GB- 
2,318,422. 



25 



30 



In Figure 12, the "valleys" and "hills" formed by the homeotropic bi-grating may 
contain defect loops which lead to either a net high tilt or low tilt of the director in that 
region. Alternatively, the director field may be continuous about each feature and lead 
to a uniform, high tilt of the director in the vicinity of that feature. This has the 
advantage over the previous embodiments (e.g. Figures 7-1 1 ) that it is easier to 
fabricate bistable surface in which the modulation distances are much shorter, and 
hence suited to scattering type applications, where the modulation length scales are 
of the same order as the light wavelength. 
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Figure 17 shows a modification of the Figure 12 type of scattering surface taken to 
the limit, with pseudo randomly arranged protrusions 25 on the cell wall 4. Each 
protrusion 25 is similar to that made by the bigrating of Figure 12. Zenithal bistable 
results by ensuring that the surface of each protrusion is coated or formed from a 
5 suitable low energy material to induce homeotropic alignment and that (in areas 
where bistability is required) each protrusion is of the correct shape and is suitably 
spaced from its neighbours. For example, small cylindrical bumps of similar height to 
diameter (h=D), spaced between 0.5D and 2D apart will typically lead to zenithal 
bistability (these Figures are known from the production of regular grating structures). 

10 Areas of the wall between the areas in which the protrusions 25 are suitably spaced 
to give bistability have local monostable homeotropic alignment, thereby helping to 
give improved scattering. The best performance is found from clusters of such 
protrusions 25 with spacings arranged to give different degrees of scattering. Also, 
the feature size may vary across the cell wall 4 to improve the optical performance. 

15 Typically the protrusions are from 0.1 to 2fim high, 0.1 to 2^m diameter, and the 

space between protrusions from 0.1 to 2\im, preferably these values lie between 0.5 
and 1 .0u.m for the areas of each surface which are required to exhibit zenithal 
bistability. The protrusions may be symmetric or asymmetric in profile. 

20 Figure 18 shows a side view of a cell wall 4 with electrodes 6 and grating layer with 
protrusions 25 as in Figure 17. The protrusions 25 are shaped (height, diameter and 
sharpness of features) and spaced so that the bistable planar and homeotropic states 
have approximately equal energies to give an electrically switchable bistable 
operation. When the area close to the protrusions 25 are in the planar state (C1 to 

25 D1 , and E1 to F1 ), the area acts as a scattering centre. When areas close to 

protrusions 25 are in their switched homeotropic state (as at A1 to B1 ) there is very 
little scattering. The scattering may be reduced even further by matching the ordinary 
refractive index of the liquid crystal material 2 and 'hat of the cell wall 4. In areas 
where the surface is monostable and homeotropic (B1 to C1 and D1 to E1) there is 

30 little scattering. 
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In a further embodiment, not illustrated, a cell wall may have a mixture of holes 26 
and protrusions 25, either intermixed or in different areas of a larger display. 

5 Figure 21 shows a photograph of a chrome mask, which may be used to fabricate a 
grating structure of the type used in the embodiment of Figures 7, 8. The mask is 
split into lOum grids, within each there is a series of 1^m wide chrome strips of the 
type indicated in Figure 3. 

10 Figure 22, 23, 24 are photomicrographs of a zenithally bistable device made 

according to example 1 of the present invention. Figures 22 and 23 are microscopic 
views (:<100) of the cell when between crossed polarisers, following electrical pulses 
of appropriate energy to latch into the high tilt alignment, and low tilt alignment states, 
respectively. In both cases, the cell is photographed between crossed polarisers, 

1 5 which are vertical and horizontal (the groove directions are at ±45° to the polarisers). 
The higher transmission in Figure 22 confirms that the eel! domains are fully latched 
from the high tilt to the low tilt state after the removal of the field. Addition of a quarter 
wave plate (at 45° to the polarisers) shows that the alignment directions in 
neighbouring domains are orthogonal, as shown in the photomicrograph of Figure 24. 

20 

Figures 25, 26, 27 shows an image of the diffraction pattern produced by the device 
when illuminated using HeNe laser (632.8nm at normal incidence). The image of 
Figure 25 was produced by the device in the diffracting (low tilt) state, and 
corresponds with the view between crossed polarisers of Figure 23. In this case the 

25 laser polarisation direction is horizontal and the domain grid runs vertically and 

horizontally. Several higher diffraction orders can clearly be seen in this image. If the 
polarisation direction is now vertical then an image is obtained with the same primary 
features, Figure 26. Hence the scattering is mainly polarisation independent. Finally 
if the cell is switched into the non-diffracting (high tilt) state then only the zero order 

30 beam is observed, Figure 27. 
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After switching into both states, the transmission was monitored as the celt was 
rotated between the crossed polarisers and the results shown in Figure 31 . In the 
continuous state (lower trace) there was little change in the measured transmission, 
confirming that the liquid crystal molecules were now uniformly homeotropic in the 
5 bulk of the sample. When latched into the other, defect, state (upper trace), there 
was a much higher degree of transmission, confirming that the liquid crystal director 
now contain a high component in the piane of the cell. That is, the pretilt in this state 
is much lower than that of the previous, continuous state. As the ceil in the defect 
state was rotated, the texture of Figure 29a clearly changed, as different areas with 

10 different director orientations in the cell piane gave different transmissions according 
to their respective orientations in relation to the crossed polarisers. The angular 
dependence, also shown in Figure 31 (upper trace), clearly shows that the orientation 
of these domains is random. This indicates that the domain walls, although based 
around the defect structures in the troughs between the bigrating protrusions, and 

15 around the protrusion peaks do not form a totally regular pattern, but interact with 
each other, and the defects of adjacent structures to form a random structure. This 
led to much better performance of the device than if the defects were confined to 
follow the regular pattern of the bigrating. 

20 Figure 32 shows the contrast ratio, calculated from the ratio of the results of Figure 
31 . When such a device is used between crossed polarisers the average contrast is 
about 20. It should be noted that the measured contrast ratio depended strongly on 
the magnification of the sample, with the lower magnification available (times 5) 
giving roughly the average contrast irrespective of celt orientation. 

25 

The amplitude and duration of the trailing pulse required to just latch between the twc 
states is shown in Figure 33. The results are compared with the later example 
(example 7), and both cells were found to have similar electro-optic responses to 
those of conventional zenithal bistable liquid crystal devices of the prior art. 
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The cell of example 6 was placed in the path of a HeNe laser (wavelength 628nm) 
and the resulting transmission observed on a screen. Figures 34a,b show the 
resulting pattern for the defect (scattering) and continuous (non-scattering) states 
respectively 

Figure 35 shows the texture of the deeper homeotropic bigrating of example 7 in the 
defect (Figure 35a) and continuous (Figure 35b) states using the same experimental 
arrangement as described for Figure 29 above. A comparison with Figure 29 shows 
that the transmission is greatly improved and the domain size considerably smaller. 

The electro-optic response for the cell of Figure 35 is shown in Figures 36, 37 and 
38. This shows that the bistability was improved over that of the shallow bigrating 
shown in Figure 30. Figure 36 shows the optical response of the cell of Figure 35 to 
bi-polar pulses alternating in polarity (pulse peak amplitude is 40V and duration 
500^s). The slow transition from continuous to defect (Figure 37) and the faster 
response back to the continuous state (Figure 38) are also both consistent with the 
prior art for a zenithal bistable device. 

Figures 39a,b show the difference of laser light scattering for the cell of example 7 in 
20 the two states. Comparison with that of the shallow grating (Figure 34) shows that the 
degree of scattering in the defect state (Figure 39a) was considerably improved, 
whilst maintaining the very weak scattering of the continuous state (Figure 39b). 



Figures 40a,b show a device similar to that of Figure 6 with like components being 
25 given like reference numerals. The device has walls 3, 4 containing liquid crystal 

material 2, and a zenithal bistable grating structures 21 on the inner surface of both 

walls 3, 4 with a homeotropic alignment on the walls between the gratings. 

Electrodes are not shown, but are as in Figure 6. Behind the cell 1 there may be a 

back plate 30. The plate 30 may be absorbent, of one or more colours, and may be 
30 uniform or pixelated with different colours or different amounts of absorbency or 

reflection in each pixel. The liquid crystal material may be nematic, cholesteric, long 

pitch cholesteric, with or without a dichroic dye additive. 
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The diagram illustrates areas of grating and flat homeotropic areas on both surfaces, 
in which the grating orientation are confined to the plane of the page. More usually, 
the grating vary in all directions parallel to the plane of the device. Moreover, there 
may be no matching of the top and bottom surfaces, to increase the amount of 
5 defects in he bulk of the cell when both surfaces are in the defect state. Figure 40a 
shows the condition when both surfaces are in the high pre-tilt state. This gives 
uniform homeotropic alignment throughout the cell, and no scattering is observed. 
Figure 40b shows a possible director profile when both surfaces are in the iow tilt, 
defect state. This can give a significantly higher degree of scattering than the 
1 0 previous embodiments of the invention. 

It is important to realise that a cell designed according to Figure 40 will not latch 
between the two states shown when switched by DC fields, such as the mono-polar 
and bipolar pulses used in all previous examples given in this invention. This is 

15 because the electric field is applied across the cell, so that a DC pulse of a given 
polarity results in opposite field directions at the two surfaces. Hence, the device is 
latched between one surface low tilt the other surface high tilt by a DC field. This 
problem is removed by using a two-frequency nematic liquid crystal such as TX2A 
obtained from Merck. Rather than coupling to the flexoelectric effect inherent in the 

20 material, this uses the fact that at low frequencies, the material has a positive 

dielectric anisotropy and the RMS applied voltage leads to the high tilt state at both 
surfaces, Figure 40a. This is because the lowest electrostatic energy state during the 
application of the low frequency field is with the director parallel to the field direction, 
which is approximately along the surface normal When of sufficient voltage, the 

25 applied field latches the director close to the grating surface into the continuous state, 
which has the highest component of the director parallel to the field direction. 

Alternatively, a high frequency (typically 50kHz or above for TX2A, which has a 
crossover frequency of 6kHz at 25°C) latches into the low tilt state at both surfaces, 
30 forming the state shown in Figure 40b. This is because the lowest electrostatic 
energy then has the director perpendicular to the applied field, thereby latching the 
director configuration with the lowest tilt if the voltage is sufficiently high. 
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Fioures41 42 43 show cross sectional views of further embodiments. The s.mplest 
type of arrangement is a simple switchable scattering or diffusing device, where.n 
different degrees of scattenng are maintained after app.ication of switching vo.tages 
has terminated; i.e. the device is bistable. 

5 Figures 41a b show a device similar to that of Figure 6 with like components being 
given like reierence numerals. The device has walls 3, 4 containing liquid crystal 
material 2, a homeotropic alignment on the inner surface of wall 3 and a grating 
structure 21 on the inner surface of wall 4. Electrodes are not shown, but are as ,n 

1 o Figure 6 Beh.nd the cell 1 is a back plate 30. The plate 30 may be absorbent, of 
one or more colours, and may be uniform or pixelated with different colours or 
Afferent amounts of absorbency or reflection in each pixel. The .iquid crystal matena, 
ma y be nematic, cholesteric. long pitch cholesteric, with or without a dichrcc dye 
additive. 

Figure 41a shows one sw,tched state where all liquid crystal molecules are in a high 
tilt switched state. Figure 41 b shows the other switched state where selected areas 
are in a planar state. The device may be switched between a scattering dev.ee, 
Figure 41b. or a reflective device, Figure 41a. where the device appears the same 
20 colour as the back plate 30. 

MM, 0- .Md crystal materia, 2 incudes a aye and the bacK piate 30 ,s a 
reflector. In this case the uniformly high surface tilt state of Figure 4, a has a h gh 
,«e, and the yanabie planar state of Figure 41b absorbs incden, light, thereb, 

25 giving optical contrast. 
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Figures 42a, b are similar to Figures 41 a ; b with the addition of a micro prism sheet 31 . 
This enhances backscattering in a similar fashion to that described by a Kanemoto et 
al. in Proceedings of the international Displays Research Conference (1994) pp 183- 
5 186, Monterey, California USA 10 13 Oct 1994. The device is switched between non- 
scattering, Figure 42a, and scattering, Figure 42b, states. In this scattering state 
some light incident on the device close to the norma! is back scattered, but the 
majority is forward scattered. This results in very poor contrast of the display. 
However, incorporating one or more prism sheets as shown increases the effective 

10 angle of light transmitted though the device and prism array combination. In the zero 
or weakly scattering state, this merely results in a slight loss of device resolution, 
whereas for the more strongly scattering state the transmitted angle becomes 
sufficiently high to cause total internal reflection at the back surface of the prism 
array. In this manner the degree of back scattering is enhanced, to the detriment of 

15 device resolution. Further enhancements are possible by using a second prism array 
crossed with respect to the first. 

Figure 43 shows another embodiment comprising a conventional twisted nematic 
device ceil 33 having electrodes 34, 35 arranged to give a pixelated display and a 
20 reflective (or semi reflective) back plate 36. Above the cell 30 is a device 1 of the 
present invention, somewhat similar to that of Figure 40 with walls 3, 4 and gratings 
21 on both walls 3,4. Bistable grating 21 areas on one wall are partly opposite flat 
areas of the other wall. 

25 The convention cell 33 has high resolution and low parallax operation in a reflective 
or tranfiective mode. However, if viewed from a directional (non-diffuse) light source, 
the display will suffer from highly specular reflection and resulting illegibility. This is 
conventional overcome using a fixed diffuser at the front of the device. In the present 
invention, the device 1 acts as a variable diffuser, so that the combined optical 

30 properties may be readily adjusted with insignificant increase in the power dissipated 
by the complete display. The device 1 may be a single shutter covering the whole 
area of the display, or may be selectively switchable in different areas. 

One known switchable diffuser is described in USP-5,831 ,698. 
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further deta.is of fabncat.cn of grat.ngs and cells are g.ven beiow. 



10 



15 



Conventional contact photo resist techniques (such as that shown in Figure 3) can 
used to produce grat.ngs such as that of Figures 5, 7, 8, 9, 10, 1 1, and 12. For cases 
where there are two orthogonal directions each with preti.t in the detect state ans,g 
, rom a degree of asymmetry or blaze to the grating, the light should be incident a. an 
angie to the norma, of surface, and at an azimutha, angle to the direction of both 
gra tings. Cases where the pret„t direction vanes over the grating, such as tha of 
Lure 1 1 are more difficult to fabricate by such methods, and are more read.y made 
us ng multiple beam interferographic methods. Structures such as those of Figures 
3 4 15 16 17 18, 19, and 20 may also be fabricated using contact lithography. 

then result e,ther ,n zero pretilt (if norma, incidence of the light used to cross-link 
tne Photoresist is used) or a pretilt which varies with grating direction (tn.s feeds to a 
variable switching threshold wh.ch may be undesirable for some applications). 



,n the first examp.e, a grating structure similar to that shown in Figure 7. 8 was 
produced using a standard contact lithography process. A piece of 1 .1 mm th.ck 
coated glass was spin coated with the photo-resist Shipley 1805 at a speed of 
20 SOOOrpm for 30 seconds. This gave a film thickness of 0.55um. The surface was then 
soft baked at 90*C for 30 minutes to remove excess solvent. A chrome mask, 
fabricated using the e-beam method (see Figure 1 0) was then fixed in dose contact 
1 the photo-resist surface. The mask consisted of 0.5pm chrome lines separa d 

25 using an unfiltered mercury lamp (0.3mW/cm2, The exposure was carried out an 
angle of 60" to the surface normal and w,th the component in the substrate P .ane at 

45 c to the both grating directions in the mask. 
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This process led to a defect state pretilt for each part of the grating grid of 45° (that is 
the zenithal bistable states were pretilts of 45° and 90°). Spin development was then 
done at 800 rpm for 10 seconds using Shipley 319, followed by a rinse in de- 
ionised water. This led to the formation of the grating grid surface with a pitch of 
5 1 .0|am. The photo-resist was then hardened by exposure to deep UV (254nm) 

followed by a 2 hour bake at 180°C. Finally, the surface was rendered homeotropic 
by treating with the homeotropic alignment polymer JALS 688, spun at 3000rpm and 
baked at 180°C for 30 seconds. A 4jam liquid crystal cell was then constructed by 
placing this zenithal bistable grid surface opposite a flat, homeotropic surface using 

10 the same JALS 688 process described above. This opposite surface was made by 
preparing a thinner layer (0.2pm) of Shipley 1805 in a similar manner to the grating 
surface but without the grating exposure. A cell was formed from one grating surface 
and one flat surface using an edge seal glue containing 20pm glass bead spacers. 
The cell was filled with the commercial nematic liquid crystal MLC 6602 (available 

15 from E. Merck, Germany) which has a positive dielectric anisotropy throughout the 
possible frequency and temperature operating ranges and a high An value to give the 
maximum diffractive effect. Filling was done by capillary action in the isotropic phase 
followed by slow cooling into the nematic phase. 

20 Following construction as detailed above, electrical contact was made to the ITO of 
each substrate and alternating switching pulses applied, with a duty cycle of 100: 1 . 
This signal was composed of rectilinear pulses of typical duration 0.1 to 100ms and 
magnitude in the range 20 to 100V. Between 50 to 1 and 500 to 1 duty ratios were 
used, and an AC waveform of frequency 1kHz to 100kHz and magnitude Vrms (0V to 

25 10V) superimposed. Other electrical signals, such as the multiplexing signal used in 
9521 106.6 could also be used. The resulting changes in the texture when viewed 
between crossed polarisers using a light microscope are shown in Figure 22, 23, and 
24. 
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The ce„ was illuminated by a Helium Neon laser light source and the resulting 
Trader, pattern promoted onto a screen. Bistabte latchrng was gained between 
lacing and non-«rac«ng states, the results for which are snown ,n F,g re 25. 26. 

and 27 The cel, was also illuminated with a tungsten white light source, and was 
s erved to be weaMy scattering in one state, and transmrssive ,n the otner^gain 

with each state se,ec,ed electricallv using pulses c, the appropriate polant, and 

suitable duration and magnitude. 

,„ E A lTar ce» to tha, o, ex,mp,e 2 was aiso produced bu, th,s time using zinc-sulphide 
substrates rather than the conventional glass Th,s cel, was then teste tor use n the 
R by imaging a warm ohiec, us,ng an ,R camera sensitive to the wavelength . ge 3 
" 5 u m The contrast between scattering and non-scattering states was tound to he 
significantly higher than that observed a, optical wavelengths, so that an image, 

„ n was CeL, d,scern,b,e ,n the non-scattenng state, was obscured by the celi 
after latching into the scattering state. 



MhTd ce» was prepared .Cowing the same procedure as ,n he pre 
,0 but the cell was tilled w»h the liguid crystal E7 into which 2% by weigh, of a but* 
11 dye had been mixed (see ,o, example Bahadur L*id Crvstais: App ca ons 
Z uses volume 3. Chapter , , . World Scienti.ic Press,. ,n .his case, a contrast 
l o abcu, 2, was observed between the two iatched states ,o, light o norma 
Ldence. due to the difference in optica, absorption between the two s.a e, T« 
25 1 improved s.»l further by operating ,h. cell in reflects mc*. in which the ,,a, 
surface o. on, side of the cell was coated by a reflect,* alum,n,um layer. 
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EXAMPLE 4 

In the previous example, the scattering was very weak, and unattractive for a display 
device. The reason for this was that the size of the variation of alignment direction 
within the substrate plane was on length scales significantly higher than the 
5 wavelength of incident light. To ensure a higher degree of scattering for optical 
wavelengths a substrate was prepared using a mask with a design similar to that of 
Figure 6b), wherein the grating pitch was 0.1 5^m and the features of constant groove 
direction had an average width of about 0.6nm. The smaller feature sizes were 
achieved using a frequency doubled argon ion laser (at 257nm, for example see 

10 Hutiey ibid p99) used to develop the deep UV photo resist PMGI. In this example, 
the substrate was irradiated at normal incidence. After development, the surface was 
coated with a fluorinated chrome complex homeotropic surfactant and spaced at 
20^im from a second, flat homeotropic surface. The cell was again filled with BL036, 
as in example 1 , and used to switch between a transmissive state and a scattering 

15 state. The device was also found to give a moderate degree of backscatter. This was 
used in a polariser free display configuration, where the device was mounted in front 
of a black (or coloured) background. This gave a contrast ratio of about 4: 1 for light 
of normal incidence which is adequate for some display applications, where the low 
power, bistability and mechanical durability are prime requirements. 

20 

Further improvements to the brightness of the back scattering state were achieved 
using a holographic reflector plate as described in US 3 910 681 . This collected 
incident light but partially back reflect output light, thereby providing multiple paths 
through scattering device. 



EXAMPLE 5 

The method of example 4 was also applied to form a surface of randomly spaced 
micro-pores, as shown in Figure 9, in which each hole was approximately 0.2\im 
deep and 0.35^m in diameter. This gave improved scattering and non-scattering 
30 states over previous examples. 
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1 r aX ayer oL ,he .TO strode. Th,s was Ihen ove.oa.ed w,,h ,he g^ng 
a "I, ln3 - <o»ow,n 9 process. The pho t o-,es,s, Sh.piey , 8,3 was spun 
T „ a 3000 rpm «or 30s and ,hen baked a. , . 5«C ,or 60se=. ,o-m,ng a .aye- o, 
I le L A mono-graUng mask w,,h a 1 ^ P»ch .such as ,ha, shown n 
1 a 3, was ^ssed sga,„s, ,h,s suHace wh,ch was exposed using an .nlense UV 

u oe 1 kW OA. Marcus Xenon arc ,amp producing «wW ,n t e„s,r»> ,0, 
sTclnd! The mask was ,hen re-orienled Ihrough «r and aga, exposed lor a period 
of 6 seconds. 

• «, then developed by spin coat.ng Shipley MF 319 at 800r P m for 10 

, na,d UV and baked a, 180-C ,o, 2 hours. The ,g = H ewa « 
coaled w,,h ,he homeolroprc a.ignmen, ^^"^ J was 
Rubber Company) spun a, 3000,pm and baked a. 160 C 60s- P 
cons.ruc.ed using .his bigra.ing surface, and a ,,a, subs,.a,e ,ha, had a,so 

coated with JALS 688. 

me eel, was ,hen ,..,ed w,,h .ne .iguid crys<a, ma.erial MLC 6204. Irom MerA 
rinv The cel, was cooled initial., from .he isouopic phase, .o lorm me de!ec. 

this time with the opposite polarity (-V followed by + V). 
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Means were provided so the pulse train could be interrupted, with no signal applied 
leaving the cell in either of its zero field states. When a pulse train of 40V amplitude 
and slot duration of 3ms was applied the cell was observed to latch between bright 
and dark states. The transmission was detected using a photodiode (and an eye- 
response filter), and the temporal variation monitored using a storage oscilloscope. 
The temporal response, shown in Figure 30, clearly shows the difference between 
the two states observed; see also Figures 31 , and 32. With example 6, there was a 
decay of the optical response in the bright (defect) state as the defects initially 
coalesced. This was thought to be because the grating was shallow. 

EXAMPLE 7 

A second bi-grating cell was made, following the same procedure as that used for 
example 6, but this time using the photo resist Shipley 1 81 8 (which gave a photo- 
resist thickness of 2.1 8nm) and exposing each of the orthogonal mono-gratings for a 
duration of 9 seconds. This process led to a deeper bigrating structure in an attempt 
to improve the bistability. Both the virgin state and the latched defect state of this 
sample had much smaller domains than those of example 6, and the continuous state 
was even darker between crossed polarisers. This meant that approximately double 
the transmission was measured in the defect state, and a contrast of 70:1 achieved. 
The variation of both bright state transmission and contrast with cell orientation were 
also lower than that of example 6. This was partly because there was no decay of the 
light state transmission immediately after the trailing puise of the applied field (see 
Figure 36). Example 7 also gave a much higher degree of laser scattering and 
preferred optical appearance when used as a device. 
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common,, used .0 manure g« ng, A novel m ^ Ha[ada 

mention ,s trough mixed alignments. * ^ s0 , ubaity a ,e m ,ed 

s , a,. EP 0 732 6,0 A2 in wbicb - . ™e £™» mao . dIoplets 

i„ a solvent and spin coated onto a su,.able substra ^ 

to « patent, the polymers PAS and po,» V i0 „ Dy weig bt. Sp.n 

.oating and baking at 200 C 5onm <smenr ,„ 

, rr e gu! ar„ spaced surface rf^^^ low e „erg, surfactant, sucb 

, he present Invention, tbis surface was ben oated^ ^ ^ ^ 

as a tluorinated cnrome complex, or s-ane ZL , all(l0ugh 

h i g b densit, o, smal^e ^ J a „ er , n „ otber state due 

,„e contrast was poor due to a relatrvel, g " This ls a problem 

,o some areas wbere tbe detect state ^„ ^ , 0 acW e»e tbe 

common to man, ot tbe non gra*g me ^J*^ _ ^ was 
sam e degree °< — ~ e po , yme r solution ,0 belp controitne m.ro 
20 possible usrng a * ,„ o|ud ,„ g us i„g two immiscble 

immiscible solvents etc. 
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Similar techniques may also be used to produce a micro-porous surface, in which the 
alignment layer is formed in the same fashion as PDLC (that is using photo, thermal 
or solvent induced phase separation (PIPS, TIPS or SIPS) methods reviewed, for 
example, by Doane, in Bahadur, "Liquid Crystals: Applications and Uses, Volume 1 , 
World Scientific, 1990, p361). The monomer containing solvent (sometimes used in 
conjunction with a suitable photo initiator if the PIPS process is employed) is spun 
down to give a surface film with a precisely controlled thickness. 

Surfaces of the type shown in both Figures 17, 18, 19 and 20 are possible through 
careful control of the solution concentrations, temperature, wetting properties of the 
underlying surface etc. Alternatively, a fine aerosol spray of monomer droplets may 
be used to coat a homeotroptc surface, hardened (thermally and/or optically) and 
coated in a homeotropic surfactant if necessary. In this example the initial surfactant 
coating serves both as an alignment agent of the liquid crystal, and as a wetting 
agent which increases the contact angle of the droplets before curing, thereby 
ensuring well formed steep features of the correct shape to give zenithal bistability. 



WO 01/40853 



PCT/GB00/O4447 



39 - 



Claims- 

, A Liquid ^ device comprising a layer <2) o, a hematic .quid crystal material 
c„„,a,ned between two ce« waiis (3, 4) each caring electrode structures (6. 7, and 
5 an alignment surface (21 ), 

CHARACTERISED BY 

an aiignmen, ,.»e, ( 21 . 22, on a, (east one cei, waii (4), the aiignmen, layer havrng 

,0 both a primary modulation and a secondary modulation, 

the primal modulation being termed by a plurality o, small ( ^m> 
each having a profiled surface and a homeotropio surtace to provide both b,s«ab,e 
pre.il, alignments and alignment direction to liquid crystal molecules, 
and the secondary moduli being lormed b, the spacing and/or ,he surtace 

,5 alignment directions of the small alignment areas (Figures 5-20), 

hereby the device may be switched between a light transmissive state and a „gh, 

non-transmissive state. 
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2. The device of claim 1 wherein the plurality of smai! alignment areas is formed by a 
plurality of grating areas (21). 

5 3. The device of claim 2 wherein the grating areas include mono grating structures 
(Figure 5, 7, 9, 10, 1 1 ) and or bigrating structures (Figure 12). 

4. The device of claim 1 wherein each small alignment areas is formed by a plurality 
of protrusions (25). 

10 ^ 

5. The device of claim 1 wherein each small alignment areas is formed by a plurality 
of blind holes (26). 

6. The device of claim 1 wherein the secondary modulation is formed by separating 
15 the plurality of small alignment areas with areas of hcmeotropic surface alignment 

(Figure 5, 7, 9, 11). 

7. The device of claim 1 wherein the secondary modulation is formed by changing 
the alignment direction of adjacent small alignment areas (Figure 7). 

20 

8. The device of claim 1 wherein the plurality of small surface features is arranged to 
provide alignment in a plurality of different directions (Figures 7-16). 

9. The device of claim 1 wherein the plurality of small alignment areas has a regular 
25 shape (Figure 5 to 1 1 ). 

10. The device of claim 1 wherein the plurality of small alignment areas have an 
irregular shape (Figure 14, 15, 16). 



• 
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1 1 . The device of claim 1 where,n the plurality of smal. alignment areas is contiguous 
in at least one direction (Figure 7, 8, 12). 

5 12. The device of claim 2 wherein the gratings are a series of symmetric or 

asymmetric groves. 

, 3 The device of claim 2 wherein the gratings are a series ol symmetric or 

1 0 the alignment areas (Figure 1 6). 

14 The device cf claim 2 wherein the periodicity within the grating areas is L1 and 
the period is uniform within each alignment area (Figure 13, 14, 15). 

,5 1 5. The device of claim 2 wherein the periodicity within the grating areas is L1 and 
the period is variable within each alignment area. 

16 The device of claim 2 wherein the grating areas are separated by areas with 
homeotropic surface a.ignment and the periodicity of the combination of grating areas 
20 plus areas of homeotropic alignment have a period.city of L2. 

17 . The device of claim 1 wherein one cel. wall (3) has a homeotropic alignment 
surface treatment. 

25 1 8. The device of c.aim 1 6 wherein the periodicity L2 varies from equal to the 
periodicity L1 (Figure 12) within the grating areas to 10L1 . 

,9. The device of claim! wherein the .iquid crystal material contains an amount of a 

dichroic dye. 

20. The device of c.aim 1 wherein the device includes at .east one polariser (13, 13'). 
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21 . The device of claim 3 wherein the gratings have groves with an amplitude of a 
and a period of L1 , where 0 1 < a/L1 <0.75. 

5 22. The device of claim 1 wherein the nematic layer thickness is between 1^m and 
50nm. 

23. The device of claim 1 wherein the electrode structures (6, 7) are formed into row 
electrodes on one cell wall and column electrodes on the other cell wall forming an xy 

10 matrix of addressable pixels or display elements. 

24. The device of claim 23 in which the primary and the secondary modulations are 
constant within each pixel 

15 25. The device of ciaim 23 in which the primary and the secondary modulations vary 
within each pixel, and at least a plurality of pixels have the same variation. 

26. The device of claim 1 wherein the electrode structures (6, 7) are sheet 
electrodes whereby the whole of the cell may be switched between two different 

20 levels of light transmission. 

27. The device of claim 1 wherein the liquid crystal material (2) is a chiral nematic or 
smectic material. 



25 



28. The device of claim 1 wherein the device is sandwiched between crossed 
polarisers (13 and 13'). 
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29 A Liquid crystal device comprising a layer (2) of a nematic liquid crystal material 
contained between two cell walls (3, 4) each carrying electrode structures (6, 7) and 

qn alignment surface (21 , 22), 



5 CHARACTERISED BY 
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15 



an alignment layer (21) on at least one cell wall (4), the alignment .ayer being formed 
by a plurality of small «l5,m) grating areas each providing bistable alignment to 
, iquid crystal molecules with the plurality of grating areas providing a plural* of 
alignment directions (Figures 7-1 6), 

the grating areas being separated by areas with a monostab.e high surface t,lt 

^heTbTthe device may be switched between a light transmissive state and a light 
non-transmissive state. 

30 A liquid crysta. device comprising a layer (2) of a nematic liquid crystal material 
contained between two eel, walls (3, 4) each carrying electrode structures (6, 7) and 
an alignment surface (21), 



20 CHARACTERISED BY 



an alignment layer (21) on at least one cell wall (4), the alignment .ayer being formed 
of a plurality of small «1!*m) surface features each separably capable of causing 
small localised variations of molecular oriental and collectively causing larger 
25 variations of mo.ecu.ar orientation across the layer (2) whereby the device may be 
switched between a light transmissive state and a light non-transmissive state. 
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Fig. 5a. 




Fig. 5b. 
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Fig. 9a 
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Fig.13. 
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Fig.20. 
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Fig.21 
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Fig.25. 




Fig.26. 
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Fig.27. 
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Fig.28. 
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Fig.29a. 



Fig.29b. 
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Fig.30. 
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Fig. 33. 
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Fig.34a. 



Fig.34b. 
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Fig. 35a. 




Fig.35b. 
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Fig.36. 
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Fig. 39a. 
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